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(54) MATERIAL WITH PATTERN SURFACE FOR USE AS TEMPLATE AND PROCESS FOR 
PRODUCING THE SAME 

(57) According to tlie present invention, there can 
be obtained an anisotropic material comprising an alter- 
nating-line pattern and a layer of a functional compound 
formed on the surface of the altematlng-llne pattern, Fig. I 

wherein one type of lines is made of a fluorine-contain- 
ing compound and the other type of lines is made of a 
non-fluorinated compound in the alternating-line sur- 
face. When using, as a template, a pattern surface pro- 
duced by using a fluorine compound having a specific 
structure as a surface-treating agent, a structure of a 
functional compound of nanometer to micrometer order 
can be produced by a process of applying a functional 
compound solution. Properties of a functional com- 
pound can be improved by using, as a template, a pat- 
tern surface, at least one region of which is surface- 
treated with a fluorine compound having a specif ic struc- 
ture. 
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Description 

TECHNICAL FIELD 

5 [0001] The present invention relates to a material with a pattern surface for used as a template, and a method for 

producing the same. 

BACKGROUND ART 

10 [0002] G. M. Whltesides et al. [Langmuir, 10, 1498 (1994)] showed that, when an aqueous K3Fe(CN)e solution is 
applied on the surface of an alternatlng-llne pattern comprising a non-fluorinated alkanethiol (hydrophobic region) and 
a carboxyllc add-tennnlnated modified alkanethiol (hydrophilic region), K3Fe(CN)e is crystallized on the hydrophilic 
region. However, there was such a problem that, when an organic solvent solution of a functional compound having 
low surface tension Is applied on the surface of the line pattern of this combination, It Is difficult to crystallize the 

15 functional compound in a line shape because the organic solvent solution spreads to wet both regions. 

[0003] H. Sirringhaus et al. developed a technique wherein a partition measuring 50 nm in height and 5 p.m in width 
made of hydrophobic polyimide is provided on a glass substrate and an aqueous conductive polymer solution is applied 
in the partition by an ink-jetmethodtofonnan electricallyconductivepolymerthinfiim having a width of lOtim. However, 
this method had a problem that the process is complicated because the partition is provided. 

20 [0004] JP-A-2002-261048 discloses a technique wherein a pattern surface having regions each having different 
affinity to a functional liquid is fomried by using fluoroalkylsilane as a surface-treating agent and a functional liquid is 
applied to the region having high affinity by utilizing a difference in affinity. However, the fluoroalkylsilane are not de- 
scribed in detail in this document. Typical fluoroalkylsilane employed widely in general chemical industry isacompound 
having a straight-chain perfluorcalkyi group, which is represented by the formula: 

25 

CnF2r>.iCH2CH2SiCl3 (n = 3-10) 

[Langmuir, 8, 11 95 (1 992)] and fluoroalkylsilane having a long-chain perfluorcalkyi group (n = 8, 1 0) is used particularly 
30 popularly. However, the pattern surface surface-treated with the straight-chain perfluoroalkyltrlchlorosllane had such 
a problem that a difference in the region coated selectively with the functional liquid is not clear. 
[0005] JP-A-2C0C-3071 72, JP-A-7-206599 and JP-A-20C1 -941 07 disclose techniques wherein performances of an 
organic semiconductor are improved by applying the organic semiconductor on a substrate surface-treated with a 
fluorine compound. However, there was such a problem that perfonmances of the organic semiconductor are slightly 
35 improved. 

DISCLOSURE OF THE INVENTION 

(Technical Object to be Solved by the Invention) 

40 

[0006] An object of the present invention is to enable the production of an anisotropic material having an alternating- 
iine pattern structure by a simple process of applying an organic solvent liquid, To achieve this object, it is necessary 
that a functional compound solution attains the wetting, which is faithful to an altemating-line pattern structure, on the 
surface of a substrate used as a template. That is, the functional compound solution spreads to wet one region of 
45 alternating lines on the substrate, and then a medium Is vaporized to fomn a thin film of the functional compound In an 
alternating line shape. 

[0007] Another object of the present invention is to produce a structure of a fundional compound of nanometer to 
micrometer order by a process of applying a functional compound solution by using, as a template, a pattern surface 
composed of plural regions each having different surface free energy. 
50 [0008] Stiil another object of the present invention is to apply a functional compound such as organic semiconductor 
to a pattern surface, at least one region of which is surface-treated with a fluorine compound, thereby improving prop- 
erties of the functional compound. 

(Means for Solving the Problems) 

55 

[0009] In a first aspect, the present invention provides an anisotropic material comprising an alternating-line pattern 
and a layer of at least one functional compound selected from the group consisting of a semiconductor compound, an 
electrically conductive compound, a photochromic compound and a thermochromic compound, formed on the surface 
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of the alternating-line pattern, wherein one type of lines comprises a first component comprising a fluorine-containing 
compound or silicone and the other type of lines comprises a second component comprising the other compound in 
the alternating-line pattern surface. 

[0010] In a second aspect, the present invention provides a method for producing a functional material, comprising 
5 using, as a template, a pattern surface composed of plural regions each having different surface free energy, charac- 
terized In that: 

(1] at least one region of the pattern surface is treated with a fluorine compound, and 

(2) the method comprises applying a functional compound solution on tiie pattem surface and removing a solvent. 

w 

[0011] In a third aspect, the present Invention provides a method for producing a functional material, which comprises 
applying a functional compound to a pattern surface having at least one region surface-treated with a fluorine com- 
pound. 

15 BRIEF DESCRIPTION OF THE DRAWINGS 
[0012] 

Fig. 1 is a view showing a circular photomask. 
20 Fig. 2 is a view showing a quadrangular photomask. 

Fig. 3 is a view showing a triangular photomaslc. 

Fig, 4 is a view showing a linear photomask, 

MODE FOR CARRYING OUT THE INVENTION 

25 

[001 3] When a solution prepared by dissolving a functional compound such as semiconductor compound, conductive 
compound, photochromic compound or thenmochromic compound in an organic solvent is applied on the surface of 
an alternating-line pattern, a thin film of the functional compound is fonned in an altemating line shape and therefore 
an anisotropic material (that is, a functional material) can be produced. 
30 [001 4] In the altematlng-llne pattern surface, one type of lines are made of a first component comprising a fluorine 
compound or silicone and the other one type of lines are made of a second component comprising the other compound. 
[001 5] Examp es of the base material constituting the alternating-line pattern include silicon, synthetic resin, glass, 
metal, and ceramics. 

[0016] The synthetic resin may beeitherathennoplastic resin or a thermosetting resin and examples thereof include 
35 various thermoplastic elastomers, for example, polyolefins such as polyethylene, polypropylene, ethylene-propylene 
copolymer, and ethylene-vinyl acetate copolymer (EVA); cyclic polyolefin, modified polyolefin, polyvinyl chloride, pol- 
yvinylidene chloride, polystyrene, polyamide, polylmlde, polyamideimide, polycarbonate, poly-(4-methylpentene-1), 
ionomer, acrylic resin, polymethyl methacr/late, acrylic-styrene copolymer (AS resin), butadiene-styrene copolymer, 
polyol copolymer (EVOH), polyesters such as polyethyleneterephthalate (PET), polybutyleneterephthalate (PBT) and 
40 polycyclohexane terephthalate (PCT); polyether, polyether ketone (PEK), polyether ether ketone (PEEK), polyether 
imide, polyacetal (POM), polyphenylene oxide, modified polyphenylene oxide, polyarylate, aromatic polyester (liquid 
crystal polymer), polytetrafluoroethylene, polyvinylidene fluoride, fluorine resin, and various thermoplastic elastomers 
such as styrene polymer, polyolefin, polyvinyl chloride, polyurethane, fluororubber and chlorinated polyethylene; and 
epoxy resin, phenol resin, urea resin, melaimine resin, unsaturated polyester, silicone resin, polyurethane, and copol- 
45 ymer, polymer blend and polymer alloy composed mainly of these. One or more kinds of them can be used in combi- 
nation (for example, as at least two-layered laminate). 

[0017] Examples of the glass include silica glass (quartz glass), alkali-silicate glass, soda-lime glass, potash-lime 

glass, lead (alkali) glass, barium glass, and borosilicate glass. 

[0018] Examples of the metal include gold, silver, copper, iron, nickel, aluminum, and platinum. 

50 [0019] Examples of tlie ceramic include oxides (for example, aluminum oxide, zinc oxide, titanium oxide, silicon 
oxide, zirconia, and barium trtanate), nitrides (for example, silicon nitride and boron nitride), sulfides (for example, 
cadmium sulfide), and caitides (for example, silicon carbide), and a mixture thereof may be used, 
[0020] Even when any sulsstrate is used, a functional group may be Introduced Into the surface of the substrate by 
plasma treatment or UV treatment. 

55 [0021] The compound used to form the alternating-line pattern on the surface of the base material may be an organic 
silane compound, an organic thiol compound, an organic disulfide compound, oran organic phosphate ester compound. 
That is, lines made of a fluorine-containing compound orsilicone and lines made of the other compound can be formed 
from an organic silane compound, an organic thiol compound, an organic disulfide compound, oran organic phosphate 
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ester compound. 

[0022] A difference between surface free energy of lines nnade of a fluorine-containing connpound or silicone and 
surface free energy of lines made of the other compound is preferably at least 5 mJ/m^, for example, at least 10 mJ/ 
m^, particularly at least 20 mJ/m^. 

5 [0023] The line width of the alternating-line pattern may be from 0.5 p.m to 100 p,m, for example, from 1 ^.m to 20 
{4.m. The line width may be constant or changed. The shape of lines may be either a straight line or a curved line. 
[0024] The functional compound solution maybe allowed to move spontaneously along lines by providing lines having 
lower surface free energy with tilt of surface free energy. Tilt of surface free energy can be provided, for example, by 
the method of M. K. Chaudhury et al [Science, 256, 1539 (1992)]. 

10 [0025] Regarding unevenness of alternating lines, when the region having affinity with the functional compound is 
Indented to form a groove, It Is easy to wet In a line shape, as a matter of course. However, according to the present 
Invention, It beconnes possible to wet in a line shape by only a difference in surface free energy without providing 
unevenness intentionally. In case of preparing a pattern surface with only a monomolecuiar f ilm, unevenness is not 
more than 10 nm, and preferably not more than 2 nm. The unevenness can be substantially neglected as compared 

15 with a line width of micron order In the present invention, regardless of such a smooth surface, a solution of afunctional 
compound spreads to wet one region of alternating lines, as if the groove existed. 

[0026] In the present invention, the shape of droplets is preferably distorted longitudinally in a line direction when 2 
jiL of ethanol is gently dropped on a line pattern surface serving as a template used to prepare an anisotropic material. 
The degree of distortion is preferably at least 1 .1, for example, at least 1 .2, in terms of a ratio [_/W of the length in a 
20 major axis (L) to the length in a minor axis (W) of droplets. When this condition is satisfied, the organic solvent remark- 
ably tends to spread to wet one region of alternating lines on the alternating-line pattern surface. 
[0027] Both lines of the alternating-line pattern surface used as a template may be made of a monomolecuiar film 
or not. 

[0028] The alternating-line pattern surface of the present invention is prepared by the method such as photolithog- 
25 raphy, microcontact printing, self-assembling method, or electron beam irradiation method, and the method is not 
specifically limited. For example, Sugimura et al. [Langmuir, 16, 885 (2000)] reported that, when an organic silane 
monomolecuiar film formed on a silicon wafer as a substrate is irradiated with vacuum-ultraviolet light through a line- 
shaped photomask, the irradiated area is photodecomposed to forni a silanol group, thus obtaining a line pattern 
surface in which organic silane regions and silanol group regions are alternately arranged. Furthermore, when another 
30 organic silane Is chemically adsorbed on this surface, It selectively reacts with the silanol group region to give a com- 
posite monomolecuiar film (photolithography method). G. M. Whitesides et al. [Langmjir, 10, 1498 (1994)] reported 
that a line pattern surface can be prepared by applying alkanethiol as an ink to a silicone stamp and stamping on a 
gold substrate (microcontact printing method). M. Gleiche eta! ["Nanoscopic channel lattices with controlled anisotropic 
wetting", NATURE, 403, 13 (2000)] reported that, when dipalmitoyi phosphatidylcholine (DPPC) as a hydrocarbon 
35 amphiphile spread over the water surface is transferred on a mica substrate under specific conditions, there can be 
obtained a line pattern surface in which DPPC and mica are alternately arranged in a self-assembling manner. 
[0029] The alternating-line pattern is made of a first component and a second component. 

[0030] The first component is a fluorine-containing compound or silicone. The second component is a compound 
other than the fluorine-containing compound and silicone. 
40 [0031] Examples of the fluorine-containing compound include a fluorine-containing organic silane compound, a flu- 
orine-containing organic thiol compound, a fluorine-containing organic disulfide compound, and a fluorine-containing 
organic phosphate ester compound 

[0032] Examples of the fluorine-containing group in the fluorine-containing compound include a fluoroalkyi group 
(particularly, a perfluoroalkyi group), and a perfluoropolyether group. The number of carbon atoms of the fluorine- 
45 containing group is normally fomn 1 to 20, for example, 1 to 1 0. 

[0033] Examples of the silicone include dimethylpolyslloxane, methylphenylpolysiloxane, methylhydrogenpolysi- 
loxane, and silicone resin, and these silicones may be modified with fluorine, 

[0034] The compound (the second component) other than the fluorine compound and silicone may be an organic 
silane compound, an organic thiol compound, an organic disulfide compound, and/or an organic phosphate ester com- 
50 pound, which is not fluorinated or silbonated. The other compound may be a compound which has neither a fluorine 
atom nor a SiO bond. 

[0035] On a line pattern surface, a layer of a functional compound is fomied. The functional compound is a semi- 
conductor compound, an electrically conductive compound, a photochromic compound, and/or a thermochromic com- 
pound. 

55 [0036] The functional compound used in the present invention is at least one selected from the group consisting of 
the semiconductor compound, the conductive compound, the photochromic compound and the thermochromic com- 
pound. 

[0037] The semiconductor compound is preferably an organic compound and examples thereof include a pentacene 
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derivative, a polythiophene derivative, a pinthaiocyanine derivative, a polyfiuorene derivative, poly(p-ph6nyienevi- 
nylene), and a layered perovsltite compoLind. 

[0038] The conductive compound has conductivity of at least 10^ S/cm at room temperature and is preferably an 
organic compound, and examples thereof include a polyacetylene derivative, a poiythiophene derivative, polypyrrole, 
5 poly(p-phenylenevinylene), and polyaniline. The conductivity may be Improved isy doping these compounds. 

[0039] The photochromic compound is preferably an organic compound and examples thereof Include an azoben- 

zene derivative, a spiropyran derivative, afuigide derivative, and a diaryiethene derivative. 

[0040] The thermochromic compound is a generic term of a compound wherein a color of a substance varies revers- 
ibly with a change in temperature, and examples thereof include salicylideneanilines, a poiythiophene derivative, a 
10 tetrahalogeno complex, an ethylenediamine derivative complex, a dinitrodiammine-copper complex, a 1,4-ziazacy- 
clooctane (daco) complex, a hexamethylenetetramlne (hmta) complex, and a sallcylaldehyde (salen) complex. 
[0041] The tlilckness of a layer of tlie functional compound may be from 0.1 nmto 100 p.m, for example, from 1 nm 
to 1 (Jim. 

[0042] The layer of the functional compound can be fomned by applying a solution prepared by dissolving the func- 
15 tional compound in aeolventonthesurfaceof a linepattem and removing the solvent. Examples of the solvent include 
an organic solvent and water. In case that the functional compound is slightly soluble in water, it must be dissolved in 

the organic solvent. 

[0043] In the present invention, the solvent used to dissolve the functional compound is preferably a solvent having 
a surface tension of not more than 30 mN/m, for example, not more than 20 mN/m. When the surface tension is not 
20 more than 30 mN/m, the solution easily spreads to wet along lines. 

[0044] Examples of the organic solvent include alcohols, esters, ketones, ethers, and hydrocarbons (for example, 

aliphatic hydrocarbons and aromatic hydrocarbons) and the organic solvent may be fiuorinated or not. Specific exam- 
ples of the organic solvent include methanol, ethanol, isopropanol, perfluorodecalin, hydrofluorcether, HCFC225, chlo- 
roform, 1 ,1 ,2,2-tetrachloroethane, tetrachloroethylene, chlorobenzene, ethyi acetate, butyl acetate, acetone, hexane, 
25 isopentane, toluene, xylene, and tetrahydrofuran. 

[0045] The concentration of the functional compound in the solution may be from 0.1 to 20% by weight, for example, 
from 1 to 1 0% by weight. 

[0046] The solvent can be removed by vaporization. The solvent can be removed by heating an anisotropic material , 
for example, to a temperature of 60 to 200''C. The solvent may be removed under reduced pressure (for example, 0.01 
30 to 100 Pa). 

[0047] In the present invention, examples of the method of applying the functional compound solution include a spin 
coating method, a dip coating method, a casting method, a roll coating method, a printing method, a transfer method, 
an inl(-jet printing method [P. Calvert, Chem. IVIater., 13, 3299 (2001)], a bar coating method, and a capillary method. 
[0048] The anisotropic material (that is, the functional material) of the present invention can be used as an electronic 
35 device in transistors, memories, light emitting diodes (EL), lasers and solar batteries, and is also used as an optical 
device in optical memories, image memories, light modulation elements, optical shutters, secondary harmonic (SI-IG) 
devices and polarizers. 

[0049] In the second aspect of the present invention, it has been found that a functional material is produced by a 
method wherein a pattern surface prepared by using the fluorine compound as a surface-treating agent is used as a 

40 template and a functional compound solution is applied, and then a solvent is removed. Thus, a functional material as 
a structure of a functional compound of nanometer to micrometer order, for example, size of about 10 nm to 100 [im 
(for example, width (particularly, maximum width or minimum width) or diameter) is obtained. 
[0050] In this second aspect, descriptions are the same as those in the first aspect, except that the pattern shape is 
not limited to line, the functional compound is not limited to a semiconductor compound, an electrically conductive 

45 compound, a photochromic compound or a thermochromic compound, and a fluorine compound is used to prepare a 
pattern surface. 

[0051] The shape of the pattern surface may be selected according to the purposes of the finally produced device. 
Examples of the shape include circle, quadrangle, triangle, straight line, and cunt^ed line. Patterns may be contacted 
or separated with each other. The pattern surface is characterized by comprising at least two kinds of regions each 
50 having different surface free energy, at least one region being surface-treated with a fluorine compound. 

[0052] Examples of the functional compound include a semiconductor compound, a conductive compound, a pho- 
tochromic compound, a thennochromic compound, a magnetic compound, and a bioactlve compound. 
[0053] The fluorine compound used to prepare a pattern surface Is preferably a fluorine compound having the fol- 
lowing structures: 

55 

(a) a fluorine compound which has a branched fluoroaikyi group having 5 or less carbon atoms, 

(b) a fluorine compound having a perfluoropoiyether group, 

(c) a fluorine compound having a polymer structure obtained by polymerizing a monomer which has a fluoroaikyi 



5 



EP 1 551 066 A1 



group having 5 or loss carbon atoms, 

(d) a fluorine compound having a linking group which is any one of an urethane group, an ester group, an ether 
group and an amide group, existing between a fluoroalkyi group having 5 or less carbon atoms and a functional 
group, 

5 (e] an incompletely-condensed silsesquioxane which has af luoroalkyi group having 5 or less carbon atoms, and/or 

(f) a completely-condensed sllsesquloxane which has asllane group and ariuoroalkyi group having 5 or less carbon 
atoms. 

[0054] The fluoroalkyi group in the fluorine compound may be a perfluoroalkyi group (having 1 to 5 carbon atoms). 
10 [0055] Examples of the fluorine compound include a fluorine-containing organic silane compound, a fluorine-con- 
taining organic thiol compound, a fluorine-containing organic disulfide compound, and a fluorine-containing organic 
phosphate ester compound. 

[0056] The fluorine compound has a functional group, for example, a silane group (-SX3 (wherein X is a hydrogen 
atom, a halogen atom or an oxyalkyl group (having 1 to 4 carbon atoms))), a thiol group (-SH), a disulfide group (- 
15 S-S-), or a phosphoric acid group (P(=0)(0H)3.n(0-)n) (provided that n is 1 to 3). 

[0057] In thefluorinecompound (a) which has a branched fluoroalkyi group having 5 or less carbon atoms, examples 
of the branched fluoroalkyi group include (CF3)2CF-, {CFq)qC-, (CF3)2CFCF2CF2-, and (CF3)3CCF2-. The fluorine com- 
pound (a) is a compound having a branched fluoroalkyi group and a functional group (for example, a silane group). 
[0058] Examples of the fluorine compound (a) include the followings: 

20 

(CF3)3C-A-SIX3, 



(CF3)3C-A-SH, 



(CFajgCFCFaCFa-A-SiX. 



(CF3)2CFCF2CF2-A-SH, 



(GF3)2GFO-A^iX3, 

35 

and 

(CF3)2CFO-A-SH 

40 

wherein A is an alkylene group having 1 to 4 carbon atoms a -S02N(R2"')R22- group (provided that R^^ is an alkyi 
group having 1 to 4 carbon atoms, and is an alkylene group having 1 to 4 carbon atoms) or a -CH2CH(OH)CH2- 
group, and X is a halogen atom (for example, a chlorine atom), orOC^H2,>^i(n=1 to 4). 
[0059] Specific examples thereof include the followings: 

45 

(CF3)3C-CH2CH2-SiCl3, 



(CF3)3C-S02N(C2Hg)CH2CH2-SiCl3, 



(CF3)3C-CH2CH2-SH, 



(CF3)2CFCF2CF2-CH2CH2-Si(OCH3)3, 
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(CF3)2CFCF2CF2-CH2CH2-SH, 

(CF3)2CFO-CH2CH2-Si(OCH3)3, 

and 

(CFg)2CFO-CH2CH2-SH. 

[0060] In the fluorine compound (b) having a perfluoropolyether group, examples of the perfluoropolyether group 
include tlie following: 

CaF2a4lO(CF2CF2CF20)„(CF2)r. 
CaF2a+lO(CF2CF(CF3)0)^(CF2)i-. 
C^F2^^iO(CF2CF2CF20)„(CF20)JCF2)i-, 

and 

CaF2a+lO(CF2CF(CF3)0)„(CF20)„(CF2)i- 

whereln a molecular weight of a perfluoropolyether group Is at least 300, preferably at least 500, and not nnore than 
100000, for example, not more than 5000, m and n represent 1 to 1 00, and preferably 20 to 40, a represents 1 to 10, 
and 1 represents 1 or 2. The fluorine compound (b) is a compound having a perfluoropolyether group and a functional 
group (for example, a sllane group). 

[0061] Examples of the fluorine compound (b) include the followings: 

PFPE-A-SIX3, 

and 

PFPE-A-SH 

wherein PFPE is a perfluoropolyether group, A is an allcylene group having 1 to 4 carbon atoms, a -S02N(R^1)R^- 
group (provided that R^^ Is an alkyi group having 1 to 4 carbon atoms, and is an alkylene group having 1 to 4 
carbon atoms) or a -CH2CH(OH)CH2- group, and X is a halogen atom (for example, chlorine atom), or OCnH2n+i (n=1 
to 4). 

[0062] Specific examples thereof include the followings: 

PFPE-CH2CH2-SI(OCHg)3, 

PFPE-S02N(C2H5)CH2CH2-Si(OCH3)3, 

and 



PFPE-CH2CH2-SH. 
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[0063] In the fluorine compound (c) having a polymer structure obtaired by polymerizing a monomer which has a 
fluoroalkyi grojp having 5 or less carbon atoms, examples of the fluoroalkyi group having 5 or less carbon atoms 
include CF3-, CF3CF2-, CF3CF2CF2-, (CF3)2CF-, CF3CF2CF2CF2-, (CF3)2CFCF2-, (CF3)3C-, CF3CF2CF2CF2CF2-, 
(CF3)2CFCF2CF2-, and (CF3)3CCF2-. The monomer having a fluoroalkyi group Is a compound having a fluoroallcyl 
group and a carbon-carbon double bond. The monomer having afluoroalkyi group may beafluoroalkyi group-containing 
vinyl monomer. 

[0064] The fluoroalkyi group-containing vinyl monomer may be a (meth)acrylate having a fluoroalkyi group, or an 
acrylate in which hydrogen at the a-position having afluoroalkyi group is substituted with a halogen atom, CF3, CF2H 
or CFHg. 

[0065] The fluoroall^yi group-containing acryiate may be represented by tlie following general formula: 

Rf-A-0C(=0)CR^=CH2 

wherein Rf is a straight-chain or branched fluoroalkyi group having 1 to 5 carbon atoms, is a hydrogen atom, an F 
atom, a CI atom, a CF3 group, a CFgH group, a CFHg group or a methyl group, and A is a divalent organic group. 
[0066] Examples of A include an alkylene group having 1 to 4 carbon atoms, a -S02N(R2'')R22- group (provided that 
R^^ is an alkyi group having 1 to 4 carbon atoms, and Is an alkylene group having 1 to 4 carbon atoms) and a 
-CH2CH(OH)CH2- group. 

[0067] Examples of the fluoroalkyi group-containing acrylate include the followings: 



Rf-S02-NR^COCR'=CH2 



Rf-(CH2)nOCOCR^=CH2 



Rf-CO-m^OCOCR'*=CH2 



Rf-CHjCHCHjOCOCR^KJHa 



OCOR^ 

Rf-CHjCHCHzOCOCR^^CHj 



Rf-O-Ar-CHgOCOCR =CH2 

wherein Rf is a fluoroalkyi group having 1 to 5 carbon atoms, R"" is a hydrogen or an alkyI group having 1 to 10 carbon 
atoms, R2 is an alkylene group having 1 to 1 0 carbon atoms, 

R3 Is a hydrogen atom, an F atom, a CI atom, a CF3 group, a CF2H group, a CFH2 group or a methyl group, Ar Is an 
arylene group which may have a substltuent, and n is an Integer of 1 to 10, 

[0068] Examples of the polymer structure obtained by polymerizing a monomer which has afluoroalkyi group having 
5 or less carbon atoms Include the followings: 

- (Rf-A-OCOCR^CH2)n- 
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wherein Rf, A and are as defined above, and n is from 1 to 200, and particularly from 2 to 100. 
[0069] Examples of the fluorine compound (c) include the followings: 

Polymer-D-SiX3, and 
5 Polymer-D-SH 

wherein Polymer represents a polymer structure group obtained by poiymerizing a monomer which has a fluoroallqrl 
group having 5 or iess carbon atoms, D represents a divalent group obtained by iinicing S and an urethane group 
interposed between two all<ylene groups having 1 to 4 carbon atoms, for example, -S(CH2)20CONH(CH2)3-, and X 
10 represents a lialogen atom (for example, a chlorine atom), or 0CnH2n+i (n=1 to 4). 
[0070] Specific examples thereof Include the followings: 

H(Rf-A-OCOCHCH2)4-CH2CH2-Si(OCH3)3, 

15 

H(Rf-A-OCOCHCHCI)4-CH2CH2-Si(OCH3)3, 



H(Rf-A-OCOCHCHF)4-CH2CH2-SiCl3, 



H{Rf-A-OCOCCiCH2)4-CH2CH2-Si(OCH3)3, 

25 and 

H(Rf-A-OCOCFCH2)4-CH2CH2-SiCl3. 

30 [0071] In the fluorine compound (d) having a linlcing group which is any one of an urethane group, an ester group, 
an ether group and an amide group, existing between afluoroalkyi group having 5 or lees carbon atoms and a functional 
group, examples of thefluoroailcyi group having 5 or less carbon atoms are the same as those in the fluorine compound 
(c). 

[0072] Examples of the fluorine compound (d) include the followings: 

35 

Rf-A-OCONH-A'-SiXg, 



Rf-A-OCONH-A'-SH, 



Rf-A-NHCOO-A'-SiXg, 



Rf-A-NHCOO-A'-SH, 



Rf-A-OCO-A'-SiXj, 

50 

Rf-A-OCO-A'-SH, 



Rf-A-COO-A'-SIXa 
Rf-A-COO-A'-SH, 
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Rf-A-O-A'-SH, 



Rf-A-CONH-A'-SiXg, 
Rf-A-CONH-A"-SH, 

and 

Rf-A-NHCO-A'-SH. 

wherein Rf represents a fluoroalkyi group having 5 or less carbon atoms, A and A' represent an all<yiene group having 
1 to 4 carbon atoms, a -S02N(R21)R22. group (provided that R^i is an allcyl group having 1 to 4 carbon atoms, and 
20 R22 is an alkylene group having 1 to 4 caibon atoms) or a - CH2CH(OH)CH2- group, and X is a halogen atom (for 
example, chlorine atom), or 0CnH2n+i (n=1 to 4) . 
[0073] Examples thereof include the followings: 

Rf-CHaCHa-OCONH-CHaCHaCHa- (OCH3)3, 



Rf-CHaCHa-OCONH-CHaCHaCHa-SH, 



Rf-CH2CH2-NHCOO-CH2CH2CH2-(OCH3)3, 



Rf-CHaCHa-NBCOO-CHaCHaCHg-SH, 

35 

Rf-CHaCHa-OCO-CHaCHaCHa-SiCIa, 



Rf-CHaCHa-OCO-CHgCHsCHa-SH, 



Rf-CHaCHa-COO-CHaCHaCHa- (OCHg)3, 



Rf-CHaCHa-COO-CHaCHaCHa-SH, 



Rf-CHaCHg-o-CHaCHaCHg-SiCia 

50 

Rf-CHaCHa-O-CHaCHaCHa-SH, 



Rf-CHaCHa-CONH-CHaCHaCHa-SiCI; 



Rf-CHgCHa-CONH-CHaCHaCHa-SH, 
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Rf-CHaCHg-NHCO-CHgCHaCHa-SiCI; 



and 



Rf-CH 2 CHg- N H CO-CH2 CHg CH2 -SH . 



[0074] In the incompletely-condensed silsesquioxane (e) which has afluoroalkyl group having 5 or less carbon atoms, 
examples otthefluoroalkyi group having 5 or less carbon atoms are the same as those in the fluorine compound (c). 
The incompletely-condensed silsesquioxane (e) may be represented by the general fomriula: 



wherein R and R' represent Rf, Rf-A, an alkyi group (having 1 to 22 carbon atoms), or a derivative of an alkyi group 
(having 1 to 22 carbon atoms) (provided that at least ore of R and R' is Rf or Rf-A) (wherein Rf represents a fluoroalkyi 
group having 5 or less carbon atoms, and A represents an alkylene group having 1 to 4 carbon atoms, a -S02N(R21) 
R^- group (provided that R^^ is an alkyi group having 1 to 4 carbon atoms, and R^^ is an alkylene group having 1 to 
4 carbon atoms) or a -CH2CH(OH)CH2- group), and 1 and m represent such a number that a molecular weight of the 
incompletely-condensed silsesquioxane is within a range from 500 to 100000. The silsesquioxane is also referred to 
as POSS (Polyhedral Oligomeric Silsesquioxane). A silanol group of the incompletely-condensed silsesquioxane has 
high reactivity and is therefore linked strongly with an active OH group of the substrate. The number of the silanol 
group in the molecule Is from 1 to 3. 1 Is normally from 1 to 3. m is normally at least 1 , for example, at least 2, and 
particularly at least 3. 

[0075] Specific examples of the incompletely-condensed silsesquioxane (e) include: 



[R-SI (OH)Oa^],[R'-SI03,2], 



■in 




,Si O — SI 



Rf 



Rf 




Structural formula (1) 



11 



EP 1 551 066 A1 



and POSS Silanols 54,456-6 manufactured by Aid rich Co. 

[0076] In the completely-condensed silsesquioxane (f) which has a silane group and a fluoroalkyi group having 5 or 
less carbon atoms, the silane group is a -SX3 group (X is a halogen atom (for example, a chlorine atom), or OCnH2n+i 
(n=1 to 4)). Examples of the fluoroalkyi group having 5 or less carbon atoms are the same as those in the fluorine 
compound (c). 

[0077] The completely-condensed silsesquioxane (f) may be represented by the fomiula: 



wherein R represents Rf, Rf-A, an alkyi group (having 1 to 22 carbon atoms), or a derivative of an alkyi group (having 
1 to 22 carbon atoms) (provided that at least one of R Is Rf or Rf-A) (wherein Rf represents a fluoroalkyi group having 
5 or less carbon atoms, A represents an alkylene group having 1 to 4 carbon atoms, a -SOgN (R^'i)R^- group (provKled 
that R^1 is an alkyi group having 1 to 4 carbon atoms, and R^ is an alkylene group having 1 to 4 carbon atoms) or a 
- CH2CH(OH)CH2- group), R' represents an organic group containing 81X3, for example, -(CH2)nSiX3 (n is from 1 to 
10), and 1 and nn represent such a number that a molecular weight of the completely-condensed silsesquioxane is 
within a range from 500 to 1 00000. 
[0078] 1 and m are nonnally at least 1 . 

[0079] The completely-condensed silsesquioxane (f) can be obtained by condensing an incompletely-condensed 
silsesquioxane (e) with bis-silane. Examples of the bis-silane include thetollowlngs: 

bis-(triethoxysilyl)ethane, 
bis-(triethoxysilylpropyl)amine, and 
bis-(trimethoxvsilylpropyl)tetrasulfide. 

[0080] Specific examples of the completely-condensed silsesquioxane (f) include the following: 



wherein X is a halogen atom (for example, a chlorine atom), or OCnH2rHi(n=1 to 4). 

[0081] In the third aspect of the present invention, a functional material is obtained by using, as a template, a pattern 
surface, at least one region of which issurface-treated with a fluorine compound, and applying a functional compound 
such as organic semiconductor on the template. Thus, properties of the functional compound can be Improved. 

[0082] In the third aspect, explanations are the same as those recited in the second aspect, except that the method 
of applying the functional compound to the pattern surface is not limited to an application treatment. 
[0083] The method of applying the functional compound to the pattern surface is not specifically limited as far as it 
is a method of contacting the functional compound with the pattern surface, and a method capable of Improving prop- 
erties of the functional compound as highly as possible may be appropriately selected regardless of solid phase, liquid 



[R-Si03^]|[R'-Si03^], 



Im 




Structural formula (2) 
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phase or vapor phase. Examples of the application method InclLde a friction transfer nnethod, a spin coating method, 
a casting method, an ink-jet method, a dipping method, a vacuum deposition method, and a sputtering method. 
[0084] Even if the functional compound is applied on the whole surface of the pattern surface, a difference in structure 
of a thin film made of the functional compound arises in the region surface-treated with the fluorine compound and the 
5 other region, and thus properties of the functional compound can be maximized. 

PREFERRED EMBODIMENTS 

[0085] The present invention will now be described by way of examples, but is not limited to the following examples. 

w 

1 . Test Exampie In which a fluorine compound Is used for one altematlng-llne pattern surface 

• Preparation of alternating-line pattern surface 

15 [0086] After a silicon wafer is washed with acetone, the surface is terminated with a hydroxyl group by heating in 
hydrogen peroxide water/concentrated suffuric acid= 3/7 (volume ratio) at 110°Cforone hour. An organic silane as a 
first component is chemically adsorbed on the silicon wafer. When the silicon wafer is irradiated with vacuum-ultraviolet 
light (172 nm) through a line-shaped photomask (line width: 0,1 jim, 1 n,m, 5 tim, and 10 tim), the irradiated organic 
area is photodecomposed to form a silanol group, thus obtaining a line pattern surface in which organic silane regions 

20 and silanol group regions are alternately amayed. When another organic silane as a second component is chemically 
adsorbed on the surface, it selectively reacts with the silanol group region to give a composite monomolecular film. 
According to the above method, pattern surfaces having various combinations of a fluoroall^yl group (CqF-is], an alkyi 
group (CigHgi and C^gH^j), a silanol group (SiOH) and a sulfonic acid group (SO3H) were prepared. 
[0087] Hereinafter, the respective surfaces are abbreviated as follows: CgF^g ^ Rf, C^QHgi ^ Rh(C^Q) and O^qH^j 

25 Rh(Ci8), and SiOH and SO3H are used without being abbreviated. 

[0088] Reagents used to prepare the respective surfaces are as follows: Rf is perfluorohexylethyltrimethoxysilane 
(manufactured by Fluorochem Ltd.), Rh(Ci8) is n-octadecyltrimethoxysilane (manufactured by CHISSO CORPORA- 
TION), and Rh(CiQ) is n-decyltriethoxysilane (manufactured by CHISSO CORPORATION). In case of SO3H, T^mer- 
captopropyltrimethoxysilane (manufactured by CHISSO CORPORATION) was chemically adsorbed, irradiated with 

30 u V light (254 nm) for 1 0 hours, thereby converting a terminal SH group Into a sulfonic add group due to photooxldatlon. 
[0089] Formation of the objective pattern was confinned by a lateral force microscope. 

• Method for measurement of surface free energy of sole monomolecular film 

35 [0090] Surface free energy of a sole monomolecular film, which is not a patterning surface, was detemined by 
substitution of a contact angle of water and methylene iodide into the fomnula of D. K. Owens [J. Applied Polym. Sci., 
13, 1741 (1969)] (Table 1). 



Table 1 : 



Contact angle and surface free energy on various sole monomolecular films 


Monomolecular film 


Water 


Methylene iodide 


Surface free energy (water-methylene iodide) 


yd 


TP 


T 


Difference from Rf 


SiOH 


0 


0 


38.8 


37.5 


76.3 


62 


SO3H 


40 


42 


29.5 


29.9 


59.4 


45 


Rh(C18) 


103 


61 


28.3 


0.2 


28.5 


14 


Rh(C1 0) 


97 


68 


22.4 


2.0 


24.4 


10 


Rf 


106 


88 


12.3 


1.9 


14.2 





• Pattern surface prepared 



[0091] Pattern surfaces shown in Table 2 were prepared. In the column of "combination of patterns", "first componenti^ 
second component" was described. "DifTerence in surface free energy" is a difference in surface free energy of a sole 
monomolecular film determined In Table 1 , "Line width' was measured by a lateral force microscope. "Unevenness of 
altemating lines" denotes a difference between a molecular length of the first component and a molecular length of 
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the second component, and was measured by an atomic force microscope. Regarding "L7S of ethanol droplets (2 [iL)", 
the degree of distortion, when 2 ^iL of ethanol is gently dropped from above the pattern surface, is expressed by a ratio 
L/W of the length in a major axis (L) to the length in a minor axis (W) of droplets. "Wetting of n-hexadecane in alternating 
line shape" was observed by an optical microscope after spin coating with a 1 % ethanol solution (2000 rpm). The case 
in which regions where n-hexadecane spreads to wet in a line shape and regions where no line exists are alternately 
fomied was rated "Good", while the case where n-hexadecane spreads to wet In an Indeterminate form was rated 
"Poor". 
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Examples 1 to 5 and Comparative Examples 1 to 4 

55 

[0092] Using each pattern suiiace shown in Table 2 as a template, a 1 wt% functional compound solution shown in 
Table 3 was applied thereon. The spin coating was performed at 2000 rpm, and the dip coating was performed by fixing 
a substrate in a direction in which lines of a pattern are vertical to the solution surface, and the dipping and pull-up 
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operations were performed at a rate of 1 mm/second. 
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Functional material applied 


Dip coating of N-(5-chloro- 
2-hydroxybenzylidene) - 
aniline/isopentane solution 


i 


1 




tn 

(D 

>i 


I 


1 


1 


1 


Yes 


Spin coating of 
6AZ10- 

PVA/ chloroform 
solution 




1 


Yes 


1 


I 


I 


1 


CO 

o 


1 


Dip coating of 
poly ( 3- 

hexylthiophene) / 
chloroforra solution 




Yes 


1 


1 


1 


I 


Yes 


1 


1 


Spin coating of 

poly ( dioctylf luorene ) / 

xylene solution 


in 








« 


0) 
<v 

>-• 


1 


1 




03 
H 

t 


Example 1 


cv 
10 

w 


Example 3 


(V 
H 

1 


Example 5 


Comparative 
Exanple 1 


Comparative 
Exaitple 2 


Comparative 
Example 3 


Comparative 
Example 4 



55 [0093] Functional materials sliown in Table 3 are as follows. 

Poly (dioctylf luorene): ADS129BE, manufactured by American Dye Source, inc. 

Poly(3-hexylthiophene): manufactured by Rieke Metals Co. (Aidrich Product No. 44570-3), head-to-tail regiospe- 
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cific: at least 98.5% 

6A2IO-PVA: which has the following structure in which azobenzene is introdLiced into a polyvinyl alcohol side 
chain, and synthesized by the method of T. Seki et al. [J. Phys. Chem. B, 103, 10338 (1999)] 



N-(6-chloro-2-hydroxybenzylidene)-aniline: which is synthesized by the method of Konawa at al. [J. Ann. Chem. 
Soc, 120, 7107 (1998)1 

[0094] In Examples 1 to 5 according to the present Invention, It was confirmed by an optical microscope and an 
atomic force microscope that a thin film (120 nm thick) of a functional compound Is fomned In an alternating line shape 
on the pattern surface used as the template. In Comparative Examples 1 to 4, a uniform thin film (140 nm thick) of a 
functional compound was formed on the entire surface of the substrate without constituting a line. 

2. Test Example in which silicone is used for one altemating-line pattern surface 

Preparation Example 6 and Example 6 

[0095] A stamp having a line width of 5 }j.m, the surface of which Is coated by the method of T. Deng et al. [Langmuir, 
18, 6720(2002)], was prepared. A 0.5 wt% dimethylpolyslioxane (1 00 cSt)Aoluene solution was applied to the stamp 
and then applied on a glass substrate. Formation of an alternating-line pattern was confirmed by an atomic force 
microscope. As a result, it has been found that a dimethyipolysiloxanethin film having a width of 5 jim is formed and 
the thickness of the film is 50 nm. On the pattern surface, a 1% aqueous solution of sodium poiv[2-(3-thienvl)ethyloxy- 
4-butyisulfonate] (ADS2000P, manufactured by American Dye Source, inc.) was spin-coated (2000 rpm). It was con- 
firmed by a fluorescence microscope and an atomic force microscope that a thin film (1 70 nm thick) of ADS2000P is 
fonned on the pattern surface in an alternating line shape, 
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3. Test Example in which a fiuorine compound having a specific structure is used for one pattern surface with various 
shapes 

Preparation Examples 7 to 17 and Comparative Preparation 
Exampie 5 

[0096] On the same silicon wafer as in Preparation Example 1 , a fluorine organic silane shown in Table 4 was chem- 
ically adsorbed in a liquid phase by the following method. The organic silane was diluted with a soluble dehydrated 
organic solvent, and then a silicon wafer was dipped in the resulting 1 wt% solution for one hour. After dipping, the 
silicon wafer was washed with the same organic solvent and dried In an atmospheric air to prepare a sole monomo- 
lecular film of the fluorine organic silane alone. A contact angle and surface free energy of the sole monomolecular 
film, which Is not a pattern surface, were also shown In Table 4. 
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55 [0097] Then, the resulting sole monomolecularfilm was irradiatQd with vacuum-ultraviolet light (wavGlangth: 172 nm) 
through a photomask having each shape shown in Figs, 1 to 4 (circle, quadrangle, triangle and line) to form asilanol 
group in the irradiated area. In Figs. 1 to 4, dark areas represent the masked regions. The resulting pattern surface is 
shown in Table 5. Formation of the objective pattern was confirmed by a field emission scanning electron microscope 
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(FE-SEM). 



Table 5 



15 





Organic silane 


Combination of pattGrn 


Shape of pattern 


Preparation Example 7 


Br-Rfl 


Dr-nTi/oHJn 


circle 


Preparation Example 8 


Br-Rf2 


Rr [9f9/GiOI-l 


line 


Preparation Example 9 


Br-Rf3 


□r-rfTo/tslUn 


triangle 


Preparation Example 10 


PFPE 


rrrt/oHJn 


line 


Preparation Example 11 


Rf-Ac 


Of A*»ycioiJ 


circle 


Preparation Example 12 


ffl-Ur 






Preparation Example 13 


Rf-Es 


Rf-Es/SiOH 


triangle 


Preparation Example 14 


Rf-Et 


Rf-Et/SiOH 


line 


Preparation Example 15 


Rf-Am 


Rf-Am/SIOH 


circle 


Preparation Example 16 


Rf-POSS1 


Rf-POSSi/SIOH 


quadrangle 


Preparation Example 17 


Rf-P0SS2 


Rf-POSS2/SiOH 


line 


Comparative Preparation Example 5 


St-Rf 


St-Rf/SiOH 


line 



Examples 7 to 17 and Comparative Examples 

25 

[0098] Using each pattern surface shown in Table 5 as a template, a 1 wt% functional compo jnd solution shown in 
Table 6 was applied tliereon. Spin coating was performed at 2000 rpm, and dip coating was performed by puliing-up 
tfie pattern surface at a rate of 1 mm/second. 
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[0099] In Examples 7 to 1 7 of the present invention, it was confirmed by an optical nnlcroscope and an atomic force 
microscope that a thin film of a functional compound Is formed in a shape, which is the same as that of the pattern 
surface, on the pattern surface used as the template (150 nm thicl<). The thin film was formed only in the SiOH region. 
In Comparative Example 5, a uniform thin film (140 nm thick) of the functional compound was fomned on the entire 
5 surface of the substrate, regardless of the shape of the pattem surface. 

4. Test Example in which Rf-POSSI is used for one line pattern surface 

Example 1 8 and Comparative Example 6 

w 

[0100] On the same silicon wafer as in Preparation Exampie 1 , a fluorine organic sllane Rf-P0SS1 shown In Tabie 
4 was chemically adsorbed in a liquid phase by the same method as in Preparation Example 7. Then, the silicon wafer 
was irradiated with vacuum-ultraviolet light (172 nm) through a iine-shaped photomask shown in Fig. 4tofonna6ilanol 
group In the Irradiated area. Fomiatlon of the objective pattern was conflmied by FE-SEM. In Example 18, a 1 wt% 

15 poly(3-hexylthiophene) solution was dropped on the pattern surface by using an ink-jet apparatus produced by us. Ink- 
jet conditions are as follows. That is, a microdroplet having a diameter of several tens of \xm was prepared one by one 
by an on-demand system and then dropped at Intervals of 1 mm In Comparative Example 6, the microdroplet was 
dropped by the ink-jet apparatus on Rh(C10)/SO3H having a line width of 10 pirn (Comparative Preparation Example 
2 shown in Table 2) in the same manner as in Example 18. The shape of the poly(3-hexylthiophene) thin film formed 

20 on the pattern surface was observed by an optical microscope. As a result, it has been found that a thin film was formed 
in a line shape, which is faithful to the line shape having a line width of 1 0 yjn, was fomied in Example 18. The thin 
film was formed only at the SIOH region. In Comparative Example 6, a circular thin film having a diameter of about 1 00 
\vm was formed, regardless of lines of the pattern surface. 

25 5, Test Example in which a fluorine compound having a specific structure is used for one pattern surface with various 

shapes 

Example 1 9 and Comparative Example 7 

30 [0101] On the same silicon wafer as In Preparation Example 1 , a fluorine organic sllane Rf-P0SS1 shown In Table 

4 was chemically adsorbed in a liquid phase In the same manner as in Preparation Example 7. Then, the silicon wafer 
was irradiated with vacuum-ultraviolet light (1 72 nm) through a line-shaped photomask shown In Fig. 4 to form asllanol 
group In the irradiated area, Formation of the objective pattern was confirmed by FE-SEM. In Example 19, using this 
pattern surface as a template, pentacene was vapor-deposited on the pattern surface (150 nm thick) In Comparative 
35 Example 7, pentacene was vapor-deposited on an untreated silicon wafer (1 60 nm thick). In both cases, pentacene 
was vapor-deposited at a substrate temperature of 200°C. 

[0102] After placing a metal deposition mask on the substrate, source and drain electrodes of gold were formed on 

the substrate by a vacuum deposition method. The source and drain electrodes were disposed vertically to lines of the 
substrate. The thickness of the gold vapor-deposlted film was set to ICO nm. A distance (channel length) L between 
40 the source and drain electrodes was set to 10 ^m and the length (channel width) W of the source and drain electrodes 
was set to 10 mm. Then, an Al thin film for leadlng-out a gate electrode was vapor-deposited on the back surface of 
the silicon wafer to give an organic TFT comprising a pentacene vapor-deposited film. 

[0103] Mobility was 0.13 cm^A/s in case of using the pattern surface as the substrate, while mobility was 0.005 cm^/ 
Vs in case of using the untreated silicon wafer as the substrate. 

45 

EFFECT OF THE INVENTION 

[0104] According to the present invention, an anisotropic material having an alternating-line pattern structure can be 
produced by a simple application (or coating) process. 
50 [0105] In the present Invention, a structure of a functional compound of nanometer to micrometer order can be pro- 
duced by a simple application process. 

[0106] In the present invention, properties of a functional compound can be improved by using, as a template, the 
surface of a pattern, at least one region of which Is surface-treated with afluorine compound having a specif ic structure. 

55 

Claims 

1. An anisotropic material comprising an alternatlng-llne pattern and a layer of at least one functional compound 
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selected from the group consisting of a semiconductor compound, an electricaliy conductive compound^ a plnoto- 
chromic compound and a thermochromic compound, formed on a surface of the alternating- line pattern, wherein 
one type of lines in the alternating-line pattern surface comprises a fluorine-containing compound or silicone. 

2. The anisotropic materiai according to claim 1 , wherein a difference between surface free energy of the type of 
lines comprising the fluorine compound or silicone and surface free energy of Uie otiier type of lines is at least 5 
mJ/m^. 

3. The anisotropic material according to claim 1 , wherein the aitemating-iine pattern has a line width of 0.5 to 1 00 yum. 

4. The anisotropic material according to claim 1 , wherein the altemating-llne pattern has unevenness of not more 
than 10 nm. 

5. The anisotropic material according to claim 1 , wherein the shape of droplets is distorted when 2 of ethanol Is 
gently dropped from above the alternating- line pattern, and the degree of distortion is at least 1 .1 in terms of a 
ratio UW of the length in a major axis (L) to the length in a minor axis (W) of droplets. 

6. The anisotropic materiai according to claim 1 , wherein the alternating-line pattern comprises an organic silane 
compound, an organic thiol compound, an organic disulfide compound and/or an organic phosphoric acid ester 

7. A method for producing an anisotropic material, which comprises applying a solution of at least one functional 
compound selected fromthe group consisting of a semiconductor compound, an electrically conductive compound, 
a photochromic compound and a thermochromic compound on the surface of an altemating-line pattern, one type 

of lines of which comprises a fluorine-containing compound or silicone. 

8. The method according to claim 7, wherein a liquid which dissolves the functional compound is a solvent having a 
surface tension of not more than 30 mNAn. 

9. A method for producing a functional material, comprising using, as a template, a pattern surface composed of 
plural regions each having different surface free energy, 

characterized in that: 

(1 ) at least one region of the pattern surface Is treated with a fluorine compound, and 

(2) the method comprises applying a functional compound solution on the pattern surface and removing a 
solvent. 

10. The method according to daim 9, wherein the fluorine compound comprises a fluorine compound having the fol- 
lowing structure: 

(a) a fluorine compound which has a branched fluoroalkyi group having 5 or less carbon atoms, 

(b) a fluorine compound having a perflucropciyether group, 

(c) a fluorine compound having a polymer structure obtained by polymerizing a monomer which has a fi uoro- 
all<yl group having 5 or less carbon atoms, 

(d) a fluorine compound having a linking group which is any one of an urethane group, an ester group, an 
ether group and an amide group, existing between a fluoroalkyi group having 5 or less carbon atoms and a 
functional group, 

(e) an incompletely-condensed silsesquicxane which has a fluoroalkyi group having 5 or less carbon atoms, 
and/or 

(f) a completely-condensed silsesquioxane which has a silane group and a fluoroalkyi group having 5 or less 
carbon atoms. 

11. A functional material produced by the method according to claim 9. 

12. A method for producing a functional material, which comprises applying a functional compound to a pattern surface 
having at least one region surface-treated with a fluorine compound. 

13. The method according to claim 12, wherein the fluorine compound comprises a fluorine compound having the 
following structure: 



24 



EP 1 551 066 A1 



(a) a fluorine compound which has a branched fluoroalkyi group having 5 or less carbon atoms, 

(b) a fluorine compound liaving a perfiuoropoiyether group, 

(c) a fluorine compound having a polymer structure obtained by polymerizing a monomer which has a fluoro- 
alkyi group having 5 or less carbon atoms, 

(d) a fluorine compound having a linking group which is any one of an urethane group, an ester group, an 
ether group and an amide group, existing between a fluoroalkyi group having 5 or less carbon atoms and a 

functional group, 

(e) an incompletely-condensed silsesquioxane which has a fluoroalkyi group having 5 or less carbon atoms, 
and 

(f) a completely-condensed silsesquioxane which has a silane group and a fluoroalkyi group having 5 or less 
carbon atoms. 

14. A functional material produced by the method according to claim 12. 
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